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^•p ( 57 ) Abstract: A method for producing a masking material wherein a thermoplastic resin sheet is subjected to a stretch forming to 
S prepare an original masking material, and a masking material having a dimension and a shape matching with the portion to be masked 
<— ^ « produced through subjecting the original masking material to a heat treatment at a temperature of the softening temperature of 
the thermoplastic resin sheet or higher. The method can provide a masking material which does not undergo shrinking deformation 

Oeven when heated thereafter, for example, during the use thereof, since the above heat treatment decreases the residual stress in the 
formed product 
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